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NOVELTY - A polymer mixture with good processing properties, e.g. for blown or cast film, contains 
an ethylene copolymer and another ethylene copolymer with a higher density and a broader molecular 
weight distribution. 

DETAILED DESCRIPTION - A polymer mixture is claimed containing at least 40-85 wt% ethylene 
copolymer (A) with a density of 0.91-0.93 g/cm3, a high-load melt flow rate (HLMFR; 190/21.6) of 5- 
60 g/10 mins. and a mol. wt. distribution (Mw/Mn) of not more than 3, and more than 15 but not more 
than 60 wt% ethylene copolymer (B) with a density of 0.93-0.945 g/cm3, an HLMFR of 8-20 g/10 
mins. and an Mw/Mn ratio of at least 7. INDEPENDENT CLAIMS are also included for (a) a process 
for the production of film from this polymer mixture; (b) film produced from the polymer mixture. 
USE - For the production of film (claimed). Especially suitable for packaging film for use in heavy- 
duty bags and food packaging. 

ADVANTAGE - An ethylene copolymer mixture with a combination of very good mechanical 
properties, high shock resistance and tear strength, good optical properties and good processability, 
especially on high-output blown film or cast film equipment. The film obtained also shows a low 
tendency to blocking. (Dwg.0/0) 
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